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the  metal  or the iron protoxide in the slag begins  to  be deficient.
CHARGE No. 8,996.
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DIAGKAM I.—Removal of Reducing Agents.
FIG. 22.
OJorC+Mn+P+Si,
o   1$     is   S3        so        110       no        no       zoo      220 DIAGRAM IT.—Action of Oxygen.
The author regards as a good example of a charge of such a kind in the usual course, that which is given in " Stahl undllOMI.	ll £j '•'-	Metal.				Slag.						Remarks.
